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PREPARATION FOR SOLDERING WITH
PROCESSES                                  SOFT SOLDER

The Metal

Cleaning               Clean all surfaces to be joined with solder with

a file or scraper.

The Flux

Dissolve zinc in hydrochloric acid to form a
zinc chloride.

Strain and add an equal amount of water.
Electricians' paste may also be used for the flux.

The Soldering Iron

Heating                 Place the soldering iron in a gas soldering fur-

nace or gas plate or use an electric soldering
iron.

Heat the soldering iron red hot.

Cleaning               File all faces of the soldering iron until they

are bright copper.
Dip in zinc chloride solution.

Tinning                Place a small piece of solder on a bar of sal

the                        ammoniac.

Soldering               Rub the soldering iron on the sal ammoniac

Iron                      and the solder until the end of the soldering

iron has a thin coating of solder on each face.

Soldering

Soldering               Place flux (zinc chloride solution or soldering

paste) on the metal to be joined.
Dip the hot iron in the zinc chloride.
Pick up a small amount of solder on the point
of the soldering iron.

, Apply the soldering iron to the metal and move
along the surface to be soldered; a blow torch
may be used in place of the soldering iron.